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Abstract of CN1 130638 

A process for preparing low-polymerization-degree PVC features that PVC particles and high-pressure airflow are 
passed into spray tube fronn its one end, air/solid ration is regulated to make PVC particles impact to target on 
another end, and said steps are repeated 4-26 times to break the chain of PVC and generate high-molecular free 
radicals. Obtained PVC may be used as assistant to process PVC and self-plasticizer. The pressure and length of 
airflow are 8-10 Kg/sq.cm and 5-6.5 respectively, and the air/solid ratio is 100/20-50 (weight). 
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